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ABSTRACT: 

PURPOSE: To obtain a chlorosulf onated polyolefinic resin 
composition, 

excellent in moldability and good in appearance of 
moldings. 

CONSTITUTION: This chlorosulf onated polyolefinic resin 
composition is 

obtained by blending 100 pts.wt. resin composition composed 
of (A) 50-90 

pts.wt. chlorosulf onated polyolefin and (B) 50-10 pts.wt. 
chlorinated 

polyethylene with (C) 20-150 pts.wt. clay, having 
0 . 1-1 . 0μm average particle 

diameter and treated with a mercapto-based silane coupling 



agent, (D) 0-5-20 

pts. wt. organic peroxide and (E) 0.1-10 pts.wt- 
polyf unctional compound . 
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